Appl. No.: 10/045,256 
Amdt. Dated: 7/18/03 

Reply to Office Action of: 4/23/2003 and 7/29/03 


Amendments to the Specification: 


Please replace Table I on page 17, with the following modified Table I: 

Table I 


Glass NZC NZO OAM OAT 


Dry Blend Raw Materials 





Cs 2 0 

67.7 

62.3 

60.0 

43.3 

SrO 




15.9 

LhO 



0.6 


Si6 2 

28.9 

32.9 

34.5 

36.9 

Al 2 6 3 

3.1 

4.5 

4.7 

3.9 

Si0 2 /Cs 2 0 molar ratio 

2.0 

2.5 

2.7 


Si0 2 /(Cs 2 0+SrO) molar ratio 




2.0 

Dry Blend Composition 





Example 1 (comp.) 

70 wt. % NZC + 
30 wt. % clay 




Example 2 (inv.) 


85 wt. c /c NZO + 
15 wt. % alumina 



Example 3 (inv.) 



85 wt. % OAM + 
15 wt. % alumina 


Example 4 (inv.) 



85 wt. % OAM + 
15 wt. % alumina 


Example 5 (inv.) 



85 wt. % OAM + 



15 wt. % alumina 

Example 6 (inv.) 80 wt. % OAM 

OAT + 
20 wt. % alumina 


-2- 


